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zinc, or cement work, these white zinc paints behaved
as well as those with a lead basis, and the two kinds of
paint were found, at the expiry of the determination,
absolutely identical. As regards paintwork on zinc
roofing-, there was occasion to observe and remember,
that, in certain corners, a great amount of soot was
accumulated from the chimneys of a large refinery close
by. This soot, owing to its sulphurous and even
sulphuric acid content, attacked paints with a sine basis
'very rapidly. In other spots the white zinc behaved quite
as well as Dutch white lead.
13.  If the  Commission   decided,  very  promptly, after
the examinations of October 1904, that the work painted
with    lithopone    resisted    atmospheric    influence    and
outdoor temperature  badly, it  determined, on the other
hand, that white zinc placed in the same conditions can
support, boldly, comparison with white lead paints (Ex-
periments II and HA).    White zinc, in a general manner,
and continuous fashion, gives way, less under the brush
test than Dutch white lead, and much less than German
white lead.
14.  On the  new doors, inside the Polytechnic   School
of Delft, all the paintwork gave the same results.
15.  The  paintwork  on   the  metallic  surfaces,   under-
taken on the large arch of the Railway Bridge, near the
lock  of the West  Docks, Amsterdam, was executed in
September   1904.      On  the  general  inspection  in  April
1905, the Commission found, immediately, that the paint-
work   behaved   very   differently   here   from   elsewhere.
The white sine paints gave way more than the 'white lead
paints^ and even, a little more than the Lithopone paints.